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(54) METHOD FOR PRODUCING FLUORINE-CONTAINING ACRYL COPOLYMER AQUEOUS EMULSION AND COMPOSITION 



PURPOSE: To produce the subject emulsion having excellent water-repellency, oil repellency and stability by emulsifying a 
perfluoroalkyl acrylate monomer and an a,p~ethylenic unsaturated monomer and subsequently radically copolymerizing the mixture. 
CONSTITUTION: (A) 2-40mol.% of a 6-1 2C alkyl group-having perfluoroalkyi acrylate monomer, (B) 0.1-15moL% of a carboxyl 
group-containing a,p-ethylenic unsaturated monomer copolymerizable with the component A, (C) 0-25mol.% of a hydroxy! group- 
containing a,p-ethylenic unsaturated monomer copolymerizable with the components A and B, and (D) some other a,p-ethylenic 
unsaturated monomer copolymerizable with the components A, B and C are emulsified in water in the presence of a surfactant. The 
emulsion is preferably subjected to an ultrasonic wave-radiating treatment or to a high pressure homogenizing treatment to 
minimize the emulsion particles into diameters of <0.3n (preferably 0.3-0.05u), followed by radically polymerizing the particles to 
provide the objective emulsion. 
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